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in tha Claims : 
1. 



(currently amended) A coated substrate comprising 
a substrate; 

a bond coat on said substrate comprised of a high temperature MCrAlY 
coating of a thickness of from 0.003 inches to 0.015 inches, and 

an abradable top coat adMsdjSresSv on said bond coat and comprised 
of high temperature yttria stabilized arconia of a thickness of from 0.015 inches 
to 0.080 inches. 

2. (original) A coated substrate as set forth in claim 1 wherein said top coat includes 
a polyester in an amount of 3% to 9 % by weight. 

3. (original) A coated substrate as set forth in claim 1 wherein said top coat includes 
a polyester in an amount of 4% to 6 % by weight. 

4. (cancelled) 

5. (original) A coated substrate as set forth in claim 1 wherein said bond coat is 
comprised of NiCoCrAIY. 

6. (original) A coated substrate as set forth in claim 1 wherein said bond coat 
. contains a reactive element selected from the group consisting of hafnium and 

silicon. 

7. (previous* amended) A coated substrate as set forth in daim 1 wherein said 
substrate is an inner shroud cover plate. 

8. (currently amended) A high temperature clearance coating comprising 

a bond coat comprised of a high temperature MCrAlY coating of a 
thickness of from 0.003 inches to 0.015 inches; and 

an abradable top coat ^hsred directly on said bond coat and comprised 
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of high temperature yttria stabilized zirconia of a thickness of 
inches fr o* 0-0 I P imJ in n t o n O P O infi hefe 

9. (original) A coating as set forth in claim 8 wherein safci top coat includes a 
polyester in an amount of 3% to 9 % by weight. 

10. (original) A coating as set forth in claim 8 wherein said top coat includes a 
polyester in an amount of 4% to 6 % by weight. 

11. (cancelled) 

12. (origins,) A coating as set forth in claim 8 M said bond coat is comprised of 
NlCoCrAIY. 

13. (original) A coating as set forth in claim 8 wherein said bond coat contains a 
reactive element selected from the group consisting of hafnium and silicon. 

14. (currently amended) A process of applying a thermal coating on a substrate 

comprising the steps of 

spraying a high temperature MCrAlY powder onto the substrate to form a 
bond coat of a thickness of from 0.003 inches to 0.015 inches; and 

spraying a high temperature yttria stabilized zirconia gjrectly onto said 
■ bond coat to form an abradable top layer of a thickness of from 0 025 inches to 
n nfiQ inches 0.012 inchoc to 0 080 inches . 
15. (currently amended) A process of applying a thermal coating on a substrate 

comprising the steps of 

spraying a high temperature MCrAlY powder onto the substrate to form a 
bond coat of a thickness of from 0.003 inches to 0.015 inches; and 

spraying a high temperature yttria stabilized zirconia directly onto said 
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bond coa, M. a smgte powder feeder to form a 5 ing>e feyer abradabte top iayer 
. of a micKneas o, from m^mm^ 
and with an exposed outer surface. 
16 (currently amended) A process as set forth in claim 15 further comprising the 
step of adding a popster in an amount of from 3% to 9% by weight to saigj^ttna 

«t a h j)i 7 ad zirconia the high tempos - MCrAIY pn w rt er , 

17. (currently amended) A coated substrate comprising 
a substrate; 

a bond coat on said substrate comprised of a high temperature MCrAIY 
coating of a thickness of from 0.003 inches to 0.015 inches; and 

an abradable single layer top coat directly on said bond coat comprised of 
• high temperature yttria stabilized zirconia of a thickness of from O^BJnchesto 
0,060 inches 0.010 inchoc to D O RO inehes and having an exposed outer surface. 

18. (previously added) A coated substrate as set forth in claim 17 wherein said top 
coat includes a polyester in an amount of 4% to 6 % by weight to increase 
porosity. 

19. (represented- formerly dependent claim 4) A coated substrate comprising 

a substrate; 

a bond coat on said substrate comprised of a high temperature MCrAIY 
coating of a thickness of from 0.003 inches to 0.01 5 inches; and 

an abradable top coat adhered directly on said bond coat and comprised 
of high temperature yttria stabilized zirconia of a thickness of from 0.025 inches 
to 0.060 inches. 
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20. (new) A coating as set forth in claim 19 wherein said top coat includes 
• polyester in an amount of 4% to 6 % by weight. 
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